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Abstract of EP 0808883 (A2) 

There is disclosed a water-reducible, chromium-free coating composition for providing corrosion 
protection to a substrate, such as a metal substrate. The deposited coating film is corrosion-resistant 
and for coated articles which are threaded, e.g., steel fasteners, the coating provides a non-thread-filling 
coating. The coating composition contains particulate metal, such as particulate zinc or aluminum. 
Although substituents can be separately packaged, the composition is virtually always a one-package 
coating composition. The composition contains water-reducible organofunctional silane, particularly an 
opoxy functional silane as a binding agent The composition has highly desirable, extended shelf life. 
The composition can be easily applied in the usual manner, such as dip-drain or dip-spin technique, and 
readily cures at elevated temperature. 
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(54) Water-reducible coating composition for providing corrosion protection 

(57) There is disclosed a water-reducible, chro- 
mium-free coating compositicn for providing corrosion 
protection to a substrate, such as a metal substrata The 
deposited coating film is corrosion-resistant and for 
coated articles which are threaded, e.g., steel fasteners, 
the coating provides a non-thread-filling coating. The 



particulate zinc or aluminum Although substituerrts can 
be separately packaged, the composition is virtually 
always a one-package coating composition. The com- 
position contains water-reducible organofunctional 
sllane, particularly an epoxy functional sOane. as a bind- 
ing agent. The composition has highly desirable, 
extended shelf life. The composition can be easily 
applied In the usual manner, such as dip-drain or dip- 
spin technique, and readily cures at elevated tempera- 
ture. 
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Description anti-corrosion primers free from chromium, thus reduc- 
ing potential pollution problems, "mere has been pro- 

BACKGROUND OF THE INVENTION posed, as disclosed in U.S. Patent Number 4,098.749. a 
coating composition containing a polyvinyl butyral resin, 

A variety of at least substantially resin-free, chrc- s an organofunctional silane, a borate or polyphosphate 

mium-containing coaling compositions for protecting compound and phosphoric acid. The composition may 

ferrous substrates are known. Of special interest are contain a metal powder as an optional ingredient and 

those which contain particulate metal. Representative usually a phenolic resin. Such compositions, however, 

coating compositions of this type that were initially are not suitable as replacements for the above dis- 

developed could be quite simplistic, such as oomposi- to cussed complex compositions of pulverulent metal and 

tions containing essentially chromic acid and particulate chromium-providing substance, owing in part to their 

metal in an alcohol medium, as disclosed in the U.S. resin content. 

Patent Number 3,687,738. As mentioned hereinabove, the corrosion-resistant 

A later development of particular effectiveness for coalings can be combinations of undercoafings and top- 
providing a corrosion-f esistant coating on metal sub- is coatings. The topcoatings can be solvent-based wekJa- 
strates was the more complex composition such as ble zinc-rich primers. For the topcoatings, such as these 
shown in U.S. Patent Number 3.907.608. The composl- zinc-rich primers, ft has been proposed, as disclosed In 
tion comprised chromic acid, or equivalent, a particulate US. Patent Number 4,476,260. to enhance primer cor- 
metal of mainly zinc or aluminum, wetter and a liquid rosion-resistance by formulating a primer to contain zinc 
medium comprising water plus high-boiling organic liq- zo pigment, a thermoplastic or thermosetting resin, an 
uid. The composition had very desirable coating charac- organosilane. and optionally aluminum trlhydrata with 
teristics whan including a viscosity modifier such as a one or mora dispersing agents. Such compositions, 
water-soluble cellulose ether, as disclosed in U.S. Pat- however, are not suitable as replacements for the cem- 
ent Number 3.940.280. pjex undercoatlng compositions, and would be useful in 

The coating could be especially useful as an under- zs the combination of coalings as the zinc-rich topcoating 
coating. Thus it has been taught to use such a more H would, therefore, be desirable to provide a coating 
complex coating composition as an undercoating over composition which could have the wide acceptance of 
ferrous surfaces. The coaling is then provided with a sil- the complex undercoating compositions. It would further 
'-ale topcoating. as disclosed in U.S. Patent Number be desirable to provide such compositions which would 
4,365,003. Another topcoating that could be utilized is a so avoid the pollution problems associated with the compo- 
weldabla primer, most notably a zinc-rich primer, which srtions which contain haxavalent chromium, as well as 
may be typically applied before electrical resistance avoid compositions which are solvent-based 
welding of the substrate, as discussed in the hereinbe- 
fore mentioned U.S. Patent Number 3,940,280. SUMMARY OF THE INVENTION 

It has been known thai where coating compositions ss 

could contain the particulate metal as untreated alumi- The present invention offers a water-reducible coat- 

num flake, 6uch flake can be unstable in water-based ing composition having highly desirable characteristics 

coating compositions. In such water-based coating such as corrosion-resistance on coated steel parte In 

compositions, standard aluminum flake will react with addition to corrosion-resistance, the deposited film has 

water in the corrposrtion to form hydrogen gas. One to desirable coaling adhesion on the substrate. For small, 

approach for avoiding this problem has been to coat the threaded parts, such as threaded fasteners, the coating 

aluminum flake. One such coating is an acrylic coating can be a non-thread tilling coating. The composition is 

formed by reading mono-ethylertically unsaturated chrome-free In addition to being water-reducible. Coat- 

silane with acrylic monomers having amine hydroxyl or ing application equipment can thereby be readily 

epoxy groups, as disclosed in U.S. Patent Number 45 cleaned and Ihe cleaning liquid can be easily and eco- 

4.213^86. However, these products are specialty items nomlcally disposed. The coating composition of the 

tailored to provide a coating of good glamour appear- present invention can virtually always readily be a one- 

ance and have not found a wide acceptance. package composition, thereby providing ease of prepa- 

Another approach to improving the coating compo- ration, storage and transport as well as use. The com- 

srtion was to consider the chromic acid constituent. As so position lends itself to extended storage stability, 

taught in U.S. Patent Number 4,266,975 this constitu- In one aspect, the invention is directed to be a 

ency can be partially replaced by boric acid component. chrome-free, water-reducible coaling composition for 

However, some chromic acid for the constituency Is application to, and heat curing on, a substrate for pro- 

retained - viding corrosion protection thereto, which composition 

For coating compositions for providing corrosion- ss comprises, together with aqueous medium: 
resistance to metal substrates, which compositions are 

of Ihe particular type referred to as "wash primers", such (A) high-boiling organic liquid; 

"we conventionally contained zinc chromale pigment (B) partJculalB metal; 

Attempts have been made with these primers to provide (C) thickener; 
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(D) sflane binding agent contributing from about 3 
to about 20 weight percent of the total composition 
weight; and 

(E) wetting agent 

s 

In another aspect the invention is directed to 
related compositions to the above-noted ingredients, 
with one or more of the substances (A). (C) and (E) 
being optional. Such related compositions can include 
blends that are precursors to preparing the complete, to 
water-reducible coating composition. These can be 
blends comprising substituents such as ol (A). (D) and 
(E), or of (A) plus (B) plus (D). or of aqueous medium 
with boric acid component and the P) constituency, 
with or without the (E) substituerrt. , s 

Another aspect of the invention is directed to a 
coated substrate protected with a chrome-free, corro- 
sion-resistant coating of the deposited and cured film 
from the herein described coaling composition. In 
another aspect, the invention is directed to a method of so 
preparing a corrosion-resistant coated substrate by 
applying the herein described coating composition to 
the substrate in an amount to provide at least about 500 
milligrams per square foot (mg/lt 2 ) of coating on the 
substrate upon curing the applied composition on the ss 
substrate at a temperature up to about 650°F tor a time 
of at least about 5 minutes. 

A yet further aspect of the invention is directed to 
the method of preparing the water-reducible coating 
composition by first blending together a precursor mix- so 
ture ol high-boiling organic liquid, wetting agent and 
particulate metal, then admixing to the mixture silane 
binding agent, which may be in mixture with cellosize 
thickener. The resulting composition can be diluted with 
aqueous medium. ss 

In a still further aspect the invention is directed to 
preparing a coating composition premixture of wetting 
agent, silane binding agent and, usually optional, boric 
acid component, with a liquid medium of aqueous 
medium, or of organic liquid, or both aqueous medium *o 
and organic liquid, and then using subsequent process- 
ing comprising admixing particulate metal with this 
premixturs to provide a final coating composition. 

DESCRIPTION OF THE PREFERRED EMBODI- « 
MENTS 

The coating composition described herein, when 
prepared in final form tor application to a substrate, will 
usually be referred to herein simply as the "coating com- so 
position" or "final coating composition". However, it may 
also be referred to as a "water-reducible coaling compo- 
sition". For supplying the liquid medium, sometimes 
referred to herein as the "aqueous medium", of the coat- 
ing composition, there will virtually always be used ss 
water, or a combination of water plus high-boiling 
organic liquid. Other liquids may possibly be used with 
water, or with the liquid combination, but preferably only 
a very minor amount ot the medium is such other liquid 



material. Typically, water is present in the composition in 
an amount from about 30 lo 60 weight percent basis 
total composition weight. 

The high-boiling organic liquid of the coating com- 
position liquid medium should have a boiling poinl at 
atmospheric pressure above about 100°C, while prefer- 
ably being water soluble. Useful organic liquids contain 
carbon, oxygen and hydrogen and have at least one 
oxygen-containing constituent that may be hydroxyl, or 
oxo. or a low molecular weight ether group, i.e.. a 0,-04 
ether group, so that for convenience such Squids can be 
referred to as "oxohydroxy liquids". Since water dispers- 
ibility and preferably water solubility is sought, high 
molecular weight polymeric hydrocarbons are not par- 
ticularly suitable, and advantageously serviceable 
hydrocarbons contain less than about 15 carbon atoms 
and have a molecular weight ol 400 or less. 

Particular hydrocarbons which may mate up the 
high-boiling organic liquid include tri- and tetraethylene 
glycol, di- and tripropytene glycol, the monom ethyl, 
dimethyl, and ethyl ethers of these glycols, low molecu- 
lar weight liquid polypropylene glycols, as well as diace- 
tone alcohol, the low molecular weight ethers of 
diethyl ene glycol, and mixtures of the foregoing. Usu- 
ally, the organic liquid will be present in an amount from 
about 1 to about 30 weight percent, basis total compo- 
sition weight Presence of the organic liquid, particularly 
in amounts above about 10 weight percent, e.g.. at 15 to 
25 weight percent can enhance the corrosion -resist- 
ance of the coating, but use of greater than about 30 
weight percent can become uneconomical. For econ- 
omy, ease of composition preparation, and for reduced 
volatile constituents in the composition, dipropylene gly- 
col is preferred and is preferably present in an amount 
between about 1 to 4 weight percent of the total compo- 
sition. It is to be understood that the organic liquid is typ- 
ically provided lo the composition as a separate 
component, but that some to all of the liquid may be 
introduced in another manner. Where metal particles 
have been prepared as metal flake in organic liquid 
medium, the resulting particulate metal may be in paste 
form. Where such paste form metal is used, it can pro- 
vide some portion to all of the organic liquid to the coat- 
ing composition. For example, aluminum flake paste 
can be 25 weight percent diproplyene glycol and readily 
contribute one weight percent ot such glycol to the over- 
all composition. For contributing particulate aluminum, 
the use of aluminum flake paste can be economical. 
Hence, for economy, those compositions which contain 
aluminum flakes can be expected to have a combination 
liquid medium of water plus high-boiling organic liquid. 

It is contemplated that the coating composition will 
typically contain thickener. This win be between about 
0.05 to about 2.0 weight percent of thickener. This can 
be a water-soluble cellulose ether, including the "Cello- 
size" (trademark) thickeners. Suitable thickeners 
include the ethers of hydroxyethylcellulose, methytcellu- 
lose, methylhydroxypropylcallulose. ethyfhydroxyethyl- 
cellulose, methytethylcellulose or mixtures of these 
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substances. Although the cellulose ether needs to be 
water soluble to augment thickening of the coaling com- 
position, it need not be soluble in the high-boning 
organic liquid. Less than about 0.05 weight percent of 
the thickener will be insufficient for imparting composi- 5 
lion thickness, while greater than about 2 weight per- 
cent of thictener in the composition can lead to elevated 
viscosities which provide compositions that are difficult 
to work with. Preferably, for the best thickening without 
deleterious elevated viscosity, the total composition will 10 
contain from about 0.2 to about 1.2 weight percent of 
thickener. It will be understood that although the use of 
a cellulosic thickener is contemplated, and thus the 
thickener may be referred to herein as cellulosic thick- 
ener, some to all of the thickener may be other thickener , s 
ingredient. Such other thickening agents include xarv- 
than gum, associative thickeners, such as the urethane 
associative thickeners and urethane-free nonionic asso- 
ciative thickeners, which are typically opaque, high-boil- 
ing liquids, e.g., boiling above lOCC. Other suitable x 
thickeners include modified clays such as highly benefi- 
ciated hectorite clay and organically modified and acti- 
vated smectite clay, although such is not preferred. 
When thickener is used, rt is usually the last ingredient 
added to the formulation. & 

The particulate metal of the coating composition 
can, in general, be any metallic pigment such as finely 
divided aluminum, manganese, cadmium, nickel, stain- 
less steel, tin, ferroalloys, magnesium or zinc. The par- 
ticulate metal is most particularly zinc dust or zinc flake so 
or aluminum dust or aluminum flake. The particulate 
metal may be a mixture of any of the foregoing, as well 
as comprise alloys and intermetalllc mixtures thereof. 
Rake may be Wended with pulverulent metal powder, 
but typically with only minor amounts of powder. The ss 
metallic powders typically have particle size such that 
all particles pass 100 mesh and a major amount pass 
325 mesh ("mesh" as used herein is U.S. Standard 
Sieve Series). The powders are generally spherical as 
opposed to the leafing characteristic of the flake. 40 

Where there is combined in the composition partic- 
ulate zinc with aluminum, the aluminum may be present 
in very minor amount e g., from as little as about 2 to 
about 5 weight percent, of the particulate metal, and still 
provide a coating of bright appearance. Usually the alu- <ts 
rninum will contribute at least about 1 0 weight percent of 
the particulate metal. Thus, frequently, the weight ratio 
of aluminum to zinc in such a combination is at least 
about 1:9. On the other hand, for economy, the alumi- 
num will not contribute more than about 50 weight per- so 
cent of the zinc and aluminum total, so that the 
aluminum to zinc weight ratio can reach 1 : 1 . The partic- 
ulate metal content of the coating composition will not 
exceed more than about 35 weight percent of the total 
composition weight to maintain best coating appear- ss 
ance, but will usuaBy contribute at least about 10 weight 
percent to consistently achieve a desirable bright coat- 
ing appearance. Advantageously, where aluminum Is 
present, and especially where it is present without other 



particulate metal, the aluminum will provide from about 
1 .5 to about 35 weight percent of the total composition 
weight Typically, when particulate zinc is present in the 
composition, it will provide from about 10 to about 35 
weight percent of the total composition weight As has 
been discussed hereinbefore, particularly where the 
metal has been prepared In flake form in liquid medium, 
the metal can contribute some liquid in minor amount, 
e.g., dipropylene glycol or mineral spirits, or some liquid 



can be used directly with other composition ingredients. 
However, it i6to be understood that the particulate met- 
als may also be employed in dry form in the coaling 
composition. 

In addition to the particulate metal, another neces- 
sary IngrediBnt In the water-reducible coating composi- 
tion is silane. By use herein of the word "silane", or by 
using the term "silanB binding agBrt", it is meant a 
water-reducible, organofunctional silane. The organo- 
functJonality can be represented by vinyl, methacrykwy 
and amino, but is preferably epoxy functional for 
enhanced coating performance as well as composition 
stabOHy. The agent generally contains the -SlfOCHak 
functionality. The silanes utilized have heretofore usu- 
ally been employed as surface treatment agents. It was 
unexpected to find that in the compositions of the 
present invention, they were serving as binding agents 
Because of this, they are often referred to herein as 
silane binding agents. They can also serve to stabilize 
the coating bath against autogenous, deleterious reac- 
tion. The silane appears to bind and passivate ttie par- 
ticulate metal so that coating composition ba1h stability 
is enhanced. Moreover, in the applied coating, coating 
adhesion and corrosion-resistance are improved. To 
provide these characteristics, the sane will contribute 
from about 3 weight percent to about 20 weight percent 
of the total composition weight Less than about 3 
weight percent of the 6ilane will be insufficient to desira- 
bly enhance bath stability as well as coating adhesion. 
On the other hand, greater than about 20 weight per- 
cent of the sflane will be uneconomical. Generally, for 



cent to about 1 2 weight percent of the total composition 
weight. The silane Is advantageously easily disperslble 
in aqueous medium, and is preferably soluble in such 
medium. Preferably, the useful sane is an epoxy func- 
tional silane such as beta-(3,4-epoxycyclohexyI) ethylt- 
rimethoxysilane, 4(trlmethoxysilyl) butane-1.2 epoxide 
orgaiiima-glycidacypropylt/imethoxysilane. 

As an alternative to directly using concentrated 
silane, the silane may be utilized as a more dilute 
premixture of the silane, such as mixed with a diluent. 
The resulting silane-containing premixture. containing 
as little as 10 weight percent of silane, can be blended 
with other composition ingredients. 

For example, where a precursor mixture has been 
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ting agent, which agent will be more particularly 
described hereinbelow, while further including particu- 
late metal, the silane may be admixed directly into such 
precursor mixture, usually as a concentrated liquid con- 
taining more than 95 weight percent of silane. Such pre- 
cursor mixture, which is usually mixed together such as 
by moderate agitation, will typically contain from about 
25 to about 40 weight parts of organic liquid, from about 
4 to about 8 weight parts of wetting agent and a balance 
of particulate metal, basis 1 00 weight parts of precursor 
mixture. To 100 weight parts ol this mixture, there can 
be added sufficient sane binding agent to provide from 
about 3 to about 20 weight percent of the agent, basis 
weight of the final coating composition. This addition 
can be followed by adding thickener, usually to provide 
from 0.05 weight percent to about 2 weight percent of 
thickener, also basis total final coating composition 
weight It is contemplated that the thickener may be 
added in admixture with the silane. After addition of the 
binding agent, the composition may further be diluted to 
contain from about 30 to about 60 weight percent o» 



weight 

Additionally. It Is contemplated that the silane bind- 
ing agent can initially be mixed together with any of the 
other necessary composition ingredients, although it will 
most always be present in any composition before par- 
ticulate metal is added to that composition. For exam- 
ple, it can be admixed with a composition liquid 
ingredient or, as discussed hereinbelow, mixed as a 
premixture of Ingredients. Also, the silane in a liquid 
form, such as in a diluent, can be mixed with other coat- 
ing composition ingredients which are in solid or Gquid 
form. 

Such additional ingredients for this premixture can 
include, for example, wetting agent, or wetting agent 
plus thickener, or wetting agent plus boron-containing 
compound, or aqueous medium plus boron-containing 
compound, which compound will be more particularly 
discussed hereinbelow. Such premixture may be made 
up with liquid which may or may not include aqueous 
medium, and may or may not include organic liquid. 
e.g., the above-discussed high-boiling organic liquids. A 



organic phosphate esters. The amount of such sur- 
factant is typically present in an amount from about 0.01 
to about 3 weight percent of the final mixture. 

The coating compositicn may also contain what is 
5 usually referred to herein as a "boric acid component", 
or 'ooron-containing compound". For the "component" 
or (or the "compound", as the terms are used herein, it 
is convenient to use orthoboric acid commercially avail- 
able as "boric acid", although it is also possible to use 
w various products obtained by heating and dehydrating 
orthoboric acid such as metaboric acid, tetraboric acid 
and boron oxide. Moreover, usually only as a minor 
amount, although it can be more, there can be used 
sails, e,g„ up to 40 weight percent or more of the boric 
is acid component may be supplied by borax, zinc borate 
or the like. The boric acid component should be present 
In an amount of at least aboutO.1 weight percent to pro- 
vide demonstrable enhancement of the corrosion- 
resistance characteristic of the coating. Such compo- 
a> nent may be present in an amount up to about 1 0 weight 
percent or more of the composition. Advantageously, for 
efficient corrosion-resistance, the composition will con- 
tain from about 0.2 to about 5 weight percent boric acid 
component, with from about 0.4 to about 0.8 weight per- 
23 cent being preferred. 

It is contemplated that the composition may contain 
a pH modifier, which is able to adjust the pH of the final 
composition. Usually, the composition will be at a pH 
within the range from about 6 to about 7. but may be 
so above 7. The pH modifier is generally selected from the 
oxides and hydroxides of alkali metals, with lithium and 
sodium as the preferred alkali metals for enhanced 
coating Integrity, or, it is selected from the oxides and 
hydroxides usually of toe metals belonging to the 
as Groups IIA and IIB in the Periodic Table, which com- 
pounds are soluble in aqueous solution, such as com- 
pounds of strontium, calcium, barium, magnesium, zinc 
and cadmium. The pH modifier may also be another 
compound, e.g.. a carbonate or nitrate, of the foregoing 
*o metals. 



_ j. It is con- 
templated that the premixture can be blended with the 
above-mentioned precursor mixture of organic liquid, 
wetting agent and particulate metal. Particularly where 
the above-mentioned precursor mixture and the premix- 
ture do not contain thickening agent, they are resln-free. 
Such a resin-free, premixture may sometimes be 
referred to hereinafter for convenience as a "preUended 
premix". 

In the preferred total coating composition, for the 
purpose of helping the dispersing of the particulate 
metal, there is added a dispersing agent, i.e., sur- 
factant, serving as a wetting agent. Suitable such wet- 
ting agents include 1he nonionic alkyfphenol polyethoxy 
adduets, for example. Also, there can be used anionic 



ingredients. These other ingredients may further include 
phosphates, ft is to be understood that phosphorous- 
containing substituents, even in slightly soluble or insol- 
45 ud| b form, may be present, e.g.. as a pigment such as 
fenophos. The additional ingredients will frequently be 
inorganic salts often typically employed in the metal 
coating art for imparling some corrosion-resistance or 
enhancement in corrosion-resistance for metal sur- 



bonate (also useful as a pH modifier), or the like, and 
these are most usually employed In the coating compo- 
sition in a total combined amount of from about 0.1 to 
about 2 weight percent. Greater than about 2 weight 
percent of such additional ingredient may be utilized 
where it is present for a combination of uses, such as 
lithium carbonate used as a corrosion-inhibitor and also 
as a pH adjusting agent. 
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As mentioned hereinabove, ihe composition should 
be chrome-free, which may also be referred to herein as 
"chromium-free". By being chrome-free it is meant that 
the corrposition preferably contains no hexavaJerrt chro- 
mium, such as could be contributed by chromic acid or 
dichromate salts. K any hexavalent chromium is 
present, advantageously it should not exceed trace 
amounts, e.g.. be present to provide less than 0.1 milli- 
grams of chromium per square foot of coating, for best 
environmental concerns. It Is to be understood that the 
composition may contain chromium in non-60luble form, 
as for example metallic chromium contributed as part of 
a particulate metal which might be in alloy form or 
present as an intermetallic mixture. Where composi- 
tions herein have been described as resin-free, such 
are preferably completely resin-free, but such is meant 
to exclude an but very minor amounts, ag., trace 
amounts of resin. By resin it is meant the generally syn- 
thetic polymeric resins, which are typically used as 
binders in paint systems. 

Even considering storage stability, the composition 
is virtually always a one-package formulation. It will, 
however, be understood that, as mentioned hereinbe- 
fore, a precursor mixture, containing ingredients such 
as particulate metal, organic liquid and wetting agent . 
can be prepared. This can be separately packaged. 
Other ingredients may also be available as a pre- 
blended package of ingredients, e.g., silane binding 
gent, with one or both of wetter and boric acid compo- 
nent, with or without thickener, which all could be in a ; 
liquid medium. This package could be the above-men- 
tioned premixture. It could further contain inorganic 
salts useful for imparting enhanced corrosion-resist- 
ance to an applied coating. This package, when wetter 
is present and boric acid may or may not be present, ; 
may contain such ingredients in the fallowing weight 
percertts, all basis 100 percent total package weight: 0 
to about 1 5 percent thickener, about 1 5 to about 60 per- 
cent silane, 0 to about 10 percent (typically about 2 to 
about 6 percent) boric acid component, 0 to about 5 < 
percent corrosion-inhibitor, about 10 to about 30 per- 
cent wetting agent and a balance, e.g.. about 20 to 
about 30 percent of liquid, such as high-boiling organic 
liquid. The package may have sufficient water added 
thereto to provide as much as about 50 or more, but < 
more usually up to 30, weight percent aqueous medium, 
basis the weight of a package containing water. 

The final coating composition, as a whole or as sep- 
arate packages, may be prepared in concentrated form. 
For example, the above package formulation could be £ 
made up with as little as 5 to 20 weight percent water, 
then the package would be Wended with additional 
water to provide up to about 60 weight parts water In the 
final coating composition. A representative concentrate 
in this regard is a package where boric acid is present s 
but without wetter. Such a package could contain about 
40 to about 80 percent silane, about 1 to about 4 per- 
cent boric acid component and a balance of water. 
Where thickener is present in a package, it is usually in 



an amount of at least about 2 weight percent and where 
corrosion-inhibitor is present it will typically be present 
in an amount of at least about 0.5 weight percent, both 
basis total package weight 

Where particulate aluminum will be used in the 
coating composition, and especially where both particu- 
late line and particulate aluminum will be employed, a 
variant of the above packaging considerations may be 
utilized. It is most preferred to use such a zinc and alu- 
minum combination and to start with a mixture, suscep- 
tible to packaging, of about 10 to 15 percent wetting 
agent, about 2 to 5 percent boric acid component about 
1 5 to 35 percent silane binding agent and a balance of 
aqueous medium to provide 100 weight percent total 
mixture weight Into this mixture, there can then be dis- 
persed particulate metal, usually as a flake, e.g., zinc 
™ may be added, 



contain about 25 to 45 weight percent of the particulate 
metal and from as much as about 40, up to about 60, 
weight percent aqueous medium, both basis the total 
weight of the resulting dispersion, 

Typically, there is then separately prepared an addi- 
tional package precursor blend to introduce the particu- 
late aluminum into the final coating composition. This 
particulate aluminum wfll generally be aluminum flake, 
but it is to be understood that other metals in flake form, 
e.g., zinc flake, may be present with the aluminum in 
this precursor btertd. This additional package can con- 
tain from about 20 to about 35 percent (typically about 
25 to about 30 percent) of siane binding agent from 
about 20 to about 35 percent (typically from about 25 to 
about 30 percent) of high-boiling organic liquid, and 
from about 30 to about 50 percent (typically from about 
35 to about 45 percent) of particulate aluminum, e.g.. 
aluminum in flake form, to provide the 100 weight per- 
cent total for this additional package. Then, usually, Irom 
about 5 weight percent to about 20 weight percent of 
this additional package is combined with from about 80 
to about 95 weight percent of the metal-containing dis- 



minum flake final coating composition. 

Even when made as a one-package formulation, 
the composition has highly desirable storage stability. 
This confirms the binding ability of the silane to protect 
the particulate metal from deleterious reaction with 
other composition ingredients during extended storage. 
Such extended shelf stability was unexpected, owing to 
the recognized reaction problems of particulate metal in 
water-reducible systems. e.g., the gassing of aqueous 
compositions containing particulate zinc. However, 
even after many months of storage as a single package, 
compositions of the present invention can be unpack- 
aged. prepared for coating application as by brisk stir- 
ring, then readily applied. Resulting coatings can have 
the same desirable corrosion-resistance, and often the 
other coaling characteristics, of coatings applied from 
freshly prepared compositions. 

Where a pre-Wended prerrdx is used in the bath 
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preparation, ag., of ingredients including Bane binding 
agent, water, wetter and high-boiling inorganic liquid, 
witfi or without boric acid component, it has been found 
desirable to age the blend. This is aging before admix- 
ing with particulate metal. Aging can help provide better s 
coating performance. Usually, aging of the Wend will be 
for at least 1 hour, and advantageously tor at least about 
2 hours to about 7 days. Aging for less than 1 hour can 
be insufficient for developing desirable bath characteris- 
tics, whereas aging tor greater than 7 days can be une- K 
conomical. Preferably, the premix Wend is aged tor 
about 1 to 5 days. 

The coating composition of the final bath, whether 
freshly prepared or after takBn from storage, may be 
applied by various techniques, such as immersion tech- rs 
niques, including dip drain and dip spin procedures. 
Where parts are compatible with same, the coating can 
be applied by curtain coating, brush coating or roller 
coating and including combinations of the foregoing. It 
is also contemplated to use spray technique as well as so 
combinations. e.g.. spray and spin and spray and brush 
techniques. Coated articles that are at elevated terrper- 
ature can be coated without extensive cooling by a pro- 
cedure such as dip spin, dip drain or spray coat. 

The protected substrate can be any substrate, e.g.. ss 
a ceramic or similar substrate, but is most particularly a 
metal substrate such as a zinc or iron, e.g.. steel, sub- 
strate, an important consideration being that any 6uch 
substrate withstand the heat curing condrBons tor the 
coating. By a "zinc" substrate it is meant a substrate of so 
zinc or zinc alloy, or a metal such as steel coated with 
zinc or zinc alloy, as well as a 6ub6trate containing zinc 
in intermetallic mixture. Likewise, the iron of the sub- 
strate can be in alloy or Intermetallic mixture form. 
Especially where 6uch are metal substrates, which are ss 
most usually ferrous substrates, these may be pre- 
treated. e.g.. by chromate or phosphate treatment, prior 
to application of the undercoating. Thus, the substrate 
may be pretreated to have, for example, an iron phos- 
phate coaling in an amount from about 50 to about 1 00 *o 
mg/ft 2 or a zinc phosphate coating in an amount from 
about 200 to about 2,000 mg/ft 2 . 

After application of the coating composition to the 
substrate, it is preferred for best corrosion-resistance to 
subsequently heat-cure the applied coating. However. as 
volatile coating substances may be initially simply 
vaporized from the applied coating, e.g.. by drying 
before curing. Cooling after drying may be obviated. 
The temperature tor such drying, which may also be 
referred to as procuring, can be within the range from so 
about 100-F up to not essentially above about 250°F. 
Drying times can be on the order of from about 2 to 
about 25 minutes. 

For the substrates containing applied coating com- 
position, the subsequent curing of the composition on ss 
the substrate will usually be a hot air oven cure, 
although other curing procedures.cari be used. e.g.. 
infrared baking and induction curing. The coating com- 
position will be heat-cured at elevated temperature. 



883 A2 12 

e.g., on the order of about 450°F, but usually greater, 
oven air temperature. The cure will typically provide a 
substrate temperature, usually as a peak metal temper- 
ature, of at least about 450-F. Oven air temperatures 
may be more elevated, such as on the order of 650^. 
but for economy, the substrate temperature need not 
exceed about 450-^. Curing, such as in a hot air con- 
vection oven, can be carried on tor several minutes. 
Although cure times may be less than 5 minutes, they 
are more typically on the order of from about 1 0 to about 
40 minutes. It is to be understood that cure times and 
temperatures can be effected where more than one 
coating is applied or where a subsequently applied, 
heat-cured topcoaOng will be used. Thus, shorter time 
and lower temperature cures can be employed when 
there win be applied one or more additional coatings or 
a topcoating that proceeds through an elevated temper- 
ature bake at a longer cure time. Also, where more than 
one coating is applied or a heat-curable topcoating will 
be applied, the first coating, or undercoating, may only 
need be dried, as discussed hereinabove. Then, curing 
can proceed after application of a second coating, or of 
a heat-cured topcoating. 

ThB resulting weight of the coating on the metal 
substrate may vary to a considerable degree, but will 
always be present in an amount supplying greater than 
500 mg/ft 2 of coating. A lesser amount will not lead to 
desirably enhanced corrosion-resistance. Advanta- 
geously, a coating of greater than about 1,000 mg/ft 2 of 
coated substrate wfll be present for best corrosion- 
resistance, while most typically between about 2,000 to 
5,000 mg/ft 2 ol coating will be present In this coating, 
there will generally be present from about 400 mg/ft 2 to 
about 4.500 mg/H 2 of particulate metal. 

Before use, the coated substrate may be topcoated, 
e.g., with silica substance. The term "silica substance", 
as it is used herein for the topcoating, is intended to 
include both silicates and colloidal silicas. The colloidal 
silicas include both these that are solvent-based as well 
as aqueous systems, with the water-based colloidal sil- 
icas being most advantageous for economy. As is typi- 
cal, such colloidal silicas can include additional 
ingredients, e g., thickeners as, for example, up to about 
5 weight percent of an above-discussed water-soluble 
cellulose ether. Also, a minor amount e.g., 20 to 40 per- 
cent by weight and usually a lesser amount, ol the col- 
loidal silicas can be replaced by colloidal alumina- In 
general, the use of colloidal silicas will provide for heav- 
ier topcoats of silica substance over undercoated sub- 
strate materials. It Is contemplated to use colloidal 
silicas containing up to 50 percent by weight solids, but 
typically, much more concentrated silicas will be diluted, 
for example, where spray application of the topcoat will 
be used. 

When the topcoating silica substance is silicate, it 
may be organic or inorganic. The useful organic sili- 
cates Include the alkyl silicates, e g., ethyl, propyl, butyl 
and polyethyl silicates, as well as alkoxyl silicates such 
as ethylene glycol monoethyl silicate. Most generally for 
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economy, the organic silicate is ethyl silicate. Advanta- 
geously, the inorganic silicates are used lor best econ- 
omy and corrosion-resistance performance. These are 
typically employed as aqueous solutions, but solvent- 
based dispersions may also be used. When used herein 
in reference to silicates, the term "solution" is meant to 
include true solutions and hydrosols. The preferred inor- 
ganic silicates are the aqueous silicates that are the 
water-soluble silicates, including sodium, potassium, 
lithium and sodium/lithium combinations, as well as 
other related combinations. Referring to sodium silicate 
as representative, the mole ratios of Si0 2 to Ns^O gen- 
erally range between 1:1 and 4:1. For best efficiency 
and economy, an aqueous-based sodium silicate is pre- 
ferred as the silica substance. The use of silica sub- 
stance as a topcoating has been described in US. 
Patent Number 4,365,003. the disclosure of which Is 
incorporated herein by reference. 

Other ingredients may be present in the silica sub- 
stance tc^x»ating composition. e.g, w^ . 
colorants, but the composWon should be chrome-free 
as defined hereinabove. Substances that may be 
present can further include thickening and dispersing 
agents as well as pH adjusting agents, but all such 
ingredients will typically not aggregate more than about . 
5 weight percent, and usually less, of the topcoating 
composition so as to provide for enhanced coating com- 
position stability coupled with augmented coating integ- 
rity. The silica substance topcoating may be applied by 
any ol the above described various techniques for use : 
with the coating composition, such as Immersion tech- 
niques including dip drain and dip spin procedures. 

By any coating procedure, the topcoat should be 
present in an amount above about 50 mg/ft 2 of coated 
substrate. For economy, topcoat weights for cured top- i 
coating will not exceed about 2,000 mg/ft 2 of coated 
substrate. This range is for the cured 6ilica substance 
topcoating. Preferably, for best coaling efficiency and 
silica substance topcoat economy, the topcoat is an 
inorganic silicate providing from about 200 to about 800 < 
mg/ft 2 of cured silicate topcoating. 

For the silica substance topcoat curing, it is typical 



particular silica substance used. For the colloidal silicas, 
air drying may be sufliclent; but, for efficiency, elevated 
temperature curing is preferred for all the silica sub- 
stances. The elevated temperature curing can be pre- 
ceded by drying, such as air drying. Regardless of prior 
drying, a lower cure temperature, e.g.. on the order of 
about 1 50°F to about 300^. will be useful for the colloi- 
dal 6ilicas and organic silicates. For the inorganic sili- 
cates, curing typically takes place at a temperature on 
the order of about 300°F to about 500°F. In general, 
cure temperatures on the order of from about 150°F to 
about 800'F or more, e.g.. 1.000°F. are useful, such 
temperatures being peak metal temperatures. At the 
more elevated temperatures, cure times may be as fast 
as about 10 minutes, although longer cure times, up to 
about 20 minutes, are more usual. Also, articles can be 



articles are at elevated temperature, as from the curing 
of the water-reducible coating composition. Such could 
be done as by spray coat or dip drain, i.e. a dipping of 
the elevated temperature article into the topcoat compo- 
sition, which can provide a quenching of the article. 
Upon removal Irom the topcoating composition, the arti- 
cle can be drained. Some to all of the topcoat curing can 
be achieved by the operation. 

Before use, the coated substrate with the coating 
from the water-reducible coating composition may also 
be further topcoated with any other suitable topcoating, 
i.e., a paint or primer, including electrocoatjng primers 
and weldablB primers, such as the zinc-rich primers that 
may be typically applied before electrical-resistance 
welding. For example, it has already been shown in U.S. 
Patent Number 3,671.331 that a primer topcoating con- 
taining a particulate, electrfcaDy conductive pigment, 
such as zinc is highly serviceable for a metal substrate 
that is firs! coated with another coating composition. 
Other topcoating paints may contain pigment in a binder 
or can be unpigmented, e.g., generally cellulose lac- 
quers, resin varnishes, and oleoresinous varnishes, as 
for example tung oil varnish. The paints can be solvent- 
reduced or they may be water-reduced, e.g., latex or 
water-soluble resins, including modified or soluble 
alkyds, or the paints can have reactive solvents such as 
in the polyesters or polyurethanes Additional suitable 
paints which can be used include oil paints, including 
phenolic resin paints, solvent-reduced alkyds, epoxies, 
acrylics, vinyl, Including polyvinyl butyral, and oil-wax- 
type coatings such as linseed oil-paraffin wax paints. 

Ol special interest, the coated substrate with the 
coating from the water-reducible coating composition 
can form a particularly suitable substrate for paint depo- 
sition by elect rocoating. The eledrcdeposrSon of film- 
forming materials is well known and can include electro- 
coaling of simply a fSm-torming material In a bath or 
such a bath which may contain one or more pigments, 
metallic particles, drying oils, dyes, extenders, and the 
like, and the bath may be a dispersion or ostensible 
solution and the like. Some of the well known resinous 
materials useful as film-forming materials include the 
polyester resins, alkyd resins, acrytate resins, hydrocar- 
bon resins, and epoxy resins, and such materials can 
be reacted with other organic monomers and/or poly- 
mers including hydrocarbons such as ethylene glycol, 
rnonohydric alcohols, ethers, and ketones. 

Also of interest are polycarbcxylic acid resins which 
can be solubilized with poryfunctJonal amino com- 
pounds and include the siccative oil-modified poty-basic 
acids, esters or anhydrides which can be further reacted 
with dMnyl benzene for example or acrylic acid and 
esters as well as polymerizable vinyl monomers. Fur- 
ther, substances of interest are the anodically deposited 
fflm-torming materials. However, the broad scope to 



relates, includes the deposition of such materials on 
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techniques tor passage ol current through a bath. After 
electrodeposition and removal ol the coated substrate 
from the bath, curing of the film-forming materials can 
be performed. The time and temperature of curing will 
be dependent upon the film-forming materials present, 
but is typically an air cure at room temperature or a 
forced cure at a temperature up to 500°F and for times 
up to 60 minutes, at more reduced temperatures. 

An additional topcoat of special interest is a coaling 
applied by quench coating. Thus the coated substrate 
with Hie coating from the water-reducible coating com- 
position may proceed to a quench coating. e.g., follow- 
ing heat curing of the water-reducible coating, as has 
been mentioned hereinabove, for silica substance top- 
coatings. Such quench coating of articles at elevated 
temperature by bringing them into contact with an aque- 
ous resin solution has been discussed In Japanese Pat- 
ent Application No. 53-14746. Suitable resin solutions 
include alkyd. epoxy. melamine and urea resins. 

For this, it has also been taught, for example in U.S. ; 
Patent No. 4.556.44S. that suitable topcoating composi- 
tions may be pigmented dispersions or emulsions. 
These can include copolymer dispersions in liquid 
medium as well as aqueous emulsions and dispersions 
of suitable waxes. Articles can be topcoated in these i 
coirpcsrSons, which articles are at elevated tempera- 
ture such as after curing of the applied water-reducible 
coaling, by procedures including a dip-drain or a spray 
coating operation. By such quench coating operation, 
all of the tcpcoatjng curing may be achieved without fur- s 
ther healing. Quench coating with polymeric solutions, 
emulsions and dispersions, and with heated baths, has 
also been discussed in U.S. Patent No. 5.283,280 

Another topcoat of particular interest are the 
autodeposited coatings. The autodeposrSon of coatings a 
provides a latex-based coating film on metal articles, 
with no external voltage applied in the process. In the 
U.S. Patent No. 3.592,699, it is taught to apply a coating 
from a bath of suitable polymer latex, oxidizing agent, 
fluoride ion and sufficient acid to maintain a pH of from « 
about 2.5 to 3.5. Formulated as such an acidic compo- 
sition, the bath can use metal dissolution as a driving 
force for coating deposition. More recently. U.S. Patent 
No. 5.300.323 has taught a zinc surface pretreatment 



such as boric acid. This can help negate "the formation 
of pinholes during autodeposition coating. 

Before coating, it is in most cases advisable to 
remove foreign matter from the substrate surface, as by 
thoroughly cleaning and degreasing. Degreasing may 
be accomplished with known agents, tor instance, with 
agents containing sodium metasiticate, caustic soda, 
carbon tetrachloride, trfchlorethylene. and the Ilka! 
Commercial alkaline cleaning compositions which com- 
bine washing and mild abrasive treatments can be , 
employed for cleaning, e.g.. an aqueous trisodium 
phosphate-sodium hydroxide cleaning solution. In addi- 
tion to cleaning, the substrate may undergo cleaning 



The following examples show ways in which the 
invention has been practiced but should not be con- 
strued as limiting the Invention. In the examples, the fol- 
lowing procedures have been employed: 

S 

PREPARATION OF TEST PANELS 

Unless otherwise specifically described, test panels 
are typically 4 x 8-inch cold rolled, low carbon steel pan- 

w els. Steel panels can be prepared tor coaling by first 
immersing in a cleaning solution. A metal cleaning solu- 
tion can contain 5 ounces, per each gallon of water, of a 
mixture of 25 weight percent tripotassium phosphate 
and 75 weight percent potassium hydroxidB. This alka- 

■5 linebathism8jnteinedatatemperatoreofaboutl50 ,> F 
to 1 80"F. Following solution cleaning, the panels can be 
scrubbed with a cleaning pad. which Is a porous, fbrous 
pad of synthetic fiber impregnated with an abrasive. 
Thereafter, the scrubbed panels are water-rinsed and 

o again immersed in cleaning solution. Following removal 
from the solution, the panels are rinsed with tap water 
and preferably dried. 

APPLICATION OF COATING TO TEST PARTS AND 
5 COATING WEIGHT 

Clean parts are typically coated by dipping into 
coating composition, removing and draining excess 
composition therefrom, sometimes with a mild shaking 

7 action, and then immediately baking or air drying at 
room temperature or procuring at modest temperature 
until the coating is dry to the touch and then baking. 
Baking and procuring proceeds in a hot air convection 
oven at temperatures and wHh times as specified In the 

>' examples. 

Coating weights for panels, generally expressed as 
a weight per unit of surface area, is typically determined 
by selecting a panel of a known surface area and weigh- 
ing it before coating. After the panel has been coated, it 

' is reweighed and the coating weight per selected unit of 
surface area, most always presented as mgffi 2 . is 
arrived at by straightforward calculation. 

MANDREL TEST BENDING (ASTM-D 522) 

The conical mandrel test Is carried out by the test 
procedure of ASTM D-522. Briefly, the testing method 
consists of deforming a coated metal panel by fastening 
the panel tangentially to the surface of a conical steel 
mandrel and forcing the sheet to conform to the shape 
of the mandrel by means of a roller bearing, rotatable 
about the long axis of the cone, and disposed at the 
angle of the conical surface, the angle of deformation or 
arc travel ol the roller bearing being approximately 
1800. Following the deformation, a strip of tape coated 
with a pressure-sensitive adhesive is pressed against 
the painted surface on the deformed portion of the test 
panel and is then quickly removed. The coating is eval- 
uated quantitatively according to the amount of paint 
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removed by the adhesive on Ihe tape, in comparison 
with the condition of a standard test panel. 

CROSS-HATCH TEST 

This test is conducted by scribing, through the coat- 
ing to a metal pane) with a sharp knife, a first set of par- 
allel lines 1/8 inch apart A second, similar set of lines is 
then scribed on the panel at right angles to the first set. 
Following this, a strip of tape coated with a pressure- 10 
sensitive adhesive is pressed against the painted sur- 
face on the scribed portion of the test panel and is then 
quickly removed- The coating is evaluated qualitatively 
according to the amount of paint removed by the adhe- 
sive on the tape, in comparison with the condition of a is 
standard test panel. 

CORROSION-RESISTANCE TEST (ASTM B117) AND 
RATING 

Corrosion-resistance of coated parts is measured 
by means of the standard salt spray (fog) test for paints 
and varnishes ASTM B-117. In this test, the parts are 
placed In a chamber kept at constant temperature 
where they are exposed to a fine spray (fog) of a 5 per- zs 
cent salt solution tor specified periods of time, rinsed in 
water and dried. The extent of corrosion of the test parts 
can be expressed as percent of red met. For a test 
panel portion containing a conical mandrel deformed 
portion (bend), the bend corrosion can also be 30 
expressed as percent of red rust. Initially following coat- 
ing and bending, a pressure-sensitive tape is applied to 
the bend. The tape is then quickly removed from the 
bend. This is done to determine coating adhesion. The 
panel is then subjected to the corrosion- resistance test ss 

EXAMPLE 1 

To 172 grams (gm) of dipropytene glycol, there is 
blended with moderate agitation a wetter Wend contain- 40 
ing 9.8 gmof a nortionic, ethoxylHted nonylphenol wetter 
("henw") having a molecular weight of 396 and a spe- 
cific gravity of 1 .0298 at 20ffiO«C and 1 5.2 gm erf a nenw 
having a molecular weight of 616 and a specifc gravity 
of 1 .057 at 20/20-C. To this mixture there is then added 45 
37 grams of aluminum flake paste containing about 25 
weight percent of dipropylene glycol, contributed with 
the flake. The aluminum flake can have particle thick- 
ness of about 0.1 micron and a longest dunension of 
discrete particles of about 80 microns. To the mixture of so 
dipropyene glycol and wetter there is also added 266 
grams ol zinc paste. The zinc paste also contributes to 
the mixture a very minor amountof residual mineral spir- 
its and contains zinc in flake term having a particle thick- 
ness of about 0. 1 to 0.5 micron and a longest dimension 55 
of discrete particles of about 80 microns. Following ini- 
tial blending ol these Ingredients by moderate agitation, 
they are then ground for about 40 minutes using a Cow- 
les dissolver operating at approximately 2,000 revolu- 
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tions per minute (rpm). 

The resulting ground precursor mixture is then 
placed in a vessel and. to 500 weight parts of this 
ground mixture, there is added, with stirring. 50 weight 
parts of gamma-glydckjxypropyltrlmelhoxysilane 
(sometimes referred to hereinafter as the "Example 1 
silanB"). After mixing tor 10 minutes, there is then added 
2 weight parts of hydroxypropyl methyl cellulose thick- 
ener, and mixing is continued for 5 minutes to prepare a 
resulting slurry. 

Additional compositions were prepared in the same 
manner, Bach using 500 weight parts oi the precursor 
mixture and 2 weight parts of the thickener, but the 
silane was increased, stepwise, so that a second coat- 
ing formulation contained 100 weight parts, a third con- 
tained 150 weight parts, and a fourth contained 200 
weight parts of the silane. All tour resulting coating for- 
mulation slurries were then reduced with deionized 
water using 300 weight parts tor the first slurry contain- 
ing 50 weight parts of the silane. and 200 weight parts 
of water tor each of the remaining three slurries. 

Clean test panels as described hereinabove were 
then coated in the manner also as described herein- 
above, the panels being removed from the coating com- 
position at a rate of 3 inches per minute. Each panel is 
procured for 10 minutes at an oven air temperature of 
200°F and cured tor 15 minutes at an oven air tempera- 
ture ot 608-F. all in the manner as described herein- 
above. Coating weights for the panels, determined as 
described above, were 2,809 mg/ft 2 tor the panel coated 
in 1he composition containing the 50 weight parts of 
silane and then, for the remaining three compositions in 
the sequence of silane amount starting with 100 grams 
and proceeding up to 200 grams, were, respectively, 
2,61 1 mgffi 2 . 2.073 mg/ft 2 and 2.279 mg/ft 2 . All resulting 
panels had a smooth, grey coating of attractive appear- 
ance. Representative panels from each of the four coat- 
ing formulations were then subjected to the above 
described conical mandrel bend test The results of this 
test showed that the coating adhesion remained essen- 
tially the same for all coated panels. 

A coated panel from each test formulation, which 
panels had been subjected to the conical mandrel test, 
were then subjected to the above described corrosion- 
resistance test. After one week of testing, all panels 
were pulled from 1he test. All panels exhibited red rust 
on the conical mandrel bend. However, on the general 
coated faces of the panels that did not receive the bend, 
there was no visible red rust. 

A coated panel from each of the tour test formula- 
tions was then topcoated before bending with a com- 
mercially available sodium silicate topcoat composition 
disclosed In the U.S. Patent No. 4,365,003. Under- 
coated panels were coated with this topcoat formulation 
in the manner as described above, each panel being 
removed from the coating composition at a rate of 3 
Inches per minute. The topcoating was then cured in the 
manner as described above by baking the panels for 20 
minutes at an oven air temperature of 350°F. Coating 
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weight determinations, conducted in the manner as 
described above in connection with the examples, 
showed a topcoating weight for each panel of 123 
mgm 2 . 

These resulting undercoated plus t operated panels s 
were then subjected to the above described conical 
mandrel bend test. The results of these lests shewed 
that the topcoating improved overall coating adhesion. 
Following bending, the panels were then subjected to 
the above described corrosion-resistance test. After w 
one week of testing, one panel showed 40 percent red 
rust, but only at the bend, with no red rust on the panel 
face, and the three other panels had no red rust on the 
panel face or the bend. 

For shelf stability testing, the bath with the 100 is 
weight parts of silane binding agent, which bath had 
been reduced with 200 weight parts of delonlzed water, 
was stored for about 12 weeks at room temperature in a 
covered container. After 12 weeks, bath stability was 
checked by visual inspection and by stirring, as wen as 20 
by coaling a panel. Bath stability was found to be 
acceptable on both visual inspection and stirring. Fur- 
thermore, coated panels subjected to the cross-hatch 
test described hereinabove, displayed coaling adhesion 
comparable to coatings from freshly-prepared baths. 25 

EXAMPLE 2 

The precursor mature as described in Example 1 
was blended with the gamma-glycidoxypropyltrimethcx- so 
ysflane In the manner of Example 1 to provide a mixture 
ol 58 4 weight parts precursor and &9 weight parts 
silane. To this there was added 35.1 weight parts of 
deionized water, with mixing until uniform. To 850 weight 
parts of this bath there was then added, with moderate. 35 
overnight agitation, 1.2 percent by weight of orthoboric 
acid and 0.28 percent by weight of lithium carbonate. 
There was then blended with the resulting bath 0.2 per- 
cent by weight of hydroxypropylmethyl cellulose thick- 
ener to prepare the coating composition. 40 

In this test, bolts, as mora specifically described 
hereinbelow, are used. The bolts are prepared for coat- 
ing as described hereinabove, except no scrubbing is 
used during cleaning and the bolts are cleaned by blast- 
ing with glass beads (dry honed) after even drying. The *s 
bolts are coated by placing In a wire basket and dipping 
the basket into the coating composition, removing the 
basket and draining excess composition therefrom. Dur- 
ing dip spinning, the basket is spun at 300 rpm for 10 
seconds forward and 1 0 seconds reverse. so 

Draining is then followed by baking. The bote are 
usually placed on a sheet for baking. Baking proceeds 
first at an air temperature of about 250°F for a time up to 
10 minutes and then at 450°F for 30 minutes. The bolts 
are coated twice with the coating composition using this 55 
procedure and providing a coating weight of 3,116 
mg/ft 2 , determined as described hereinabove. 

Selected bolts are then topcoated with the sodium 
6ilicate topcoat described in Example 1 . The procedure 



used for coating and baking was as for the undercoat- 
ing, but the basket spin was at 350 rpm for 5 seconds 
forward. 5 seconds reverse, and the cure was at 350°F 
for 20 minutes. 

The hex-head bolts used in the test are a specific 
grade of 9.8 bote which more particularly are 1-1/2 
inches long by about 5716 inch in diameter at the 
threaded end and have 1-3/16 inches of threading on 
the shaft that terminates In the bolt head. 

The resulting coated bolts were then subjected to 
the hereinbefore described corrosion-resistance test 
Bote with only the undercoating, proceeded 336 hours 
in this test with only trace amounts of red rust. The test 
bolts with the silicate topcoat went 672 hours in testing 
until the appearance of first red rust. 

EXAMPLE 3 

A coating bath was prepared by first preparing a 
preblended premix by mixing together for one hour the 
following Ingredients in parts by weight: 9.3 parts deion- 
ized water. 2.9 parts dipropylene glycol. 0.6 part 
orthoboric acid, 5.9 parts of the Example 1 silane, a 
Wend of 1 .2 parts of the wetter described In Example 1 
having the 396 average molecular weight, blended with 
1 .8 parts of the wetter of Example 1 having the average 
molecular weight of 61 6. To this bath there was added, 
with grinding. 4.3 weight parts of the Example 1 alumi- 
num flakB pasta and 31.2 weight parts of zinc paste. 
Deionized water was added alter grinding, providing 41 
weight parts additional water, and the cellulose thick- 
ener of Example 1 was added after grinding, supplying 
0.4 weight part of thickener. 

The bote as described in Example 2 were prepared 
for coating as described in Example 2, but at a basket 
spin of 350 rpm for a first coat and 325 rpm for a second 
coat Each coat was cured as described in Example 2. 
but at 600-F oven temperature for 30 minutes. Total 
undercoating weights for the bete were 2,331 mg/ft 2 . 
Selected bolts were then topcoated with the silicate top- 
coating of Example 1 using the topcoat procedure of 
Example 2. Bote were then tested in the above 
described corrosion-resistance test and the under- 
coated bote proceeded to 72 hours before first red rust, 
while the topcoated bolts proceeded to 312 hours 
before first red rust. 

EXAMPLE 4 

To 93 grams (gm) of deionized water, there is 
Wended with moderate agitation 29 gm of dipropylene 
glycol, 6 gm of ortho boric acid, 12 gm of the nonionic, 
ethoxylated nonylphenol wetter of Example 1 and 1 8 gm 
of the glycol ether wetter of Example 3. To this mixture 
is added 59 gm ol the Example 1 silane. After mixing for 
one to two hours. 346 gm of the zinc paste of Example 
1 Is Incorporated Into the mixture using a Ccwles dis- 
sotver. grinding at 1.500 to 1,800 rpm for 30 minutes. 
There is then added another 50 gm of deionized water 
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and grinding continues for about 40 minutes. Deionized 
water is again added after grinding, providing 41 8 gm of 
additional water and with this additional water there is 
added 1.2 gm of lithium carbonate. After mixing with 
mild agitation for about 20 hours, 6 gm of ortho boric 
acid and 0.7 gm of lithium carbonate are added and 
mixing continues for four hours. The bath is then thick- 
ened with 2.5 gm of the cellulose thickener of Example 
1 , and pre-slurried with 8.7 gm of deionized water. 

The bath was then used for coating botes as 
described in Example 2. Bolts prepared as described 
hereinabove in Example 2 were coated in the manner 
described in Example 2, but with the basket spinning at 
325 rpra The bolts were procured by baking tor 10 min- 
utes at 250° F. The bolts were then cured by baking at 
450°F for 30 minutes. In this manner, two coatings were 
applied to each bolt The bolts had a desirable coating 
appearance and a selected bolt was found to have a 
coating weight of 3,148 mg/fi 2 , determined in the man- 
ner described hereinabove. Selected bolts were then 
topcoated with the silicate topcoating of Example 1. 
Bolts, both undercoated and topcoated. were then sub- 
jected to the above described corrosion resistance test 
The bolts were found to provide an acceptable result 
from such te6t. 

EXAMPLE 5 

A bath was prepared to contain 0.6 weight percent 
ortho boric acid, 58 8 weight percent of the precursor 
mixture as described in Example 1, 5.9 weight percent 
of the Example 1 silane, 0.29 weight percent ol hydrox- 
ypropyl mettiyl cellulose thickener and a balance of 
deionized water. The bath was prepared in the manner 
of Example 2. After preparation, the bath wa6 stored at 
normal room temperature tor approximately 2-1/2 
months in a covered container, and was maintained in 
mixed condition by frequent stirring. 

After 2-1/2 months of storage, the bath was then 
used for coating bolts as described in Example 2. Bolts 
prepared as described hereinabove in Example 2 were 
then coated in the manner as described in Example 2, 
but with basket spinning at 300 rpm. The bolts were 
baked whhoul procuring at an oven air temperature of 
600°F for a time ol 30 minutes. In this manner, two coat- 
ings were applied to each bolt. The bolts had a desira- 
ble coating appearance and a selected boH was found 
to have a coating weight of 3.328 mg/ft 2 , determined in 
the manner as described before. Selected bolts were 
then topcoated with the silicate topcoating of Example 1 
using the coating and curing conditions and procedures 
as described tor topcoating in Example 1. Bolts, both 
undercoated and topcoated. were then subjected to the 
above described corrosion-resistance test. The bolts 
were found to provide an acceptable result tram such 
test. This bath was thus judged to have a highly desira- 
ble bath stability In this extended shelf life test. 



EXAMPLE 6 



To ISO weight parts water blended with 29 weight 
parts of dipropylene glycol, there is blended with moder- 
s ate agitation 12 weight parts of the nonionic, elhoxy- 
lated nonytphenol wetter of Example 1 and 18 weight 
parts of the glycol ether wetter of Example 3. To this 
mixture there is then added 59 weight parts ol the 
ExamplB 1 silane and 6 weight parts of ortho boric acid 
id as blending continues. After mixing continues tor one 
hour, there is added to this mixture 330 weight parts of 
the zinc paste of Example 1. Following initial blending of 
these ingredients by moderate agitation, they are then 
ground tor about 40 minutes using a Cowles dissolver 
is operating at approximately 1,000 rpm. To this disper- 
sion there is then slowly added and blended an addi- 
tional 376 weight parts of deionized water. After mixing 
with mild agitation for 48 hours, the bath is thickened 
with 20 weight parts ol Rheolate® 310 (Rheox Inc.), a 
20 non -ionic, urethane-free associative thickener that is a 
milky-white liquid having 38.5 percent solids, a specific 
gravity ol 1 .06 and a boiling point ol 103°C. 

The bath was then used for coaling bolts as 
described In Example 2. Bolts prepared as described 
25 hereinabove in Example 2 were then coated in the man- 
ner as described in Example 2 but with basket spinning 
at 375 to 400 rpm. The bolls were baked with a procure 
of 140-F for 10 minutes and cured for 30 minutes at 
600°F. In this manner, three coatings were applied to 
X each bolt The bolts had a desirable coating appear- 
ance and a selected bolt was found to have a coating 
weight of about 2.859 mg/ft 2 , determined in the manner 
as described before. 

Selected bolts were then topcoated with a black- 
ss pigmented, commercially applied, anodic eiedrocoat 
primer. The bolts had a primer dry film thickness ol 0.68 
mil. For comparative purposes, bolts as described in 
Example 2 were first coated with a chromium-containing 
coating composition made by the assignee of the 
to present invention (DACFtOMET 320®), which coating 
composition also contained particulate metal. The 
basecoat coating weight from such composition for the 
bolts was 2,800 mg/ft 2 . 

These comparative bolts were then also topcoated 
« with the anodic electrocoat primer. The bolts had a 
primer dry film thickness of 0.55 mil. Both sets of bolts 
were then subjected to the above-described corrosion- 
resistance test After 500 hours exposure, the compara- 
tive bolts, although displaying no red rust 6howed 
so appreciable while corrosion. Comparatively, the bolts 
with the invention basecoat were virtually iree of white 
rust, as well as showing no red rust 

Additional selected, invention basecoated bolts 
were then topcoated with a Uack-pigmented, resin-con- 
£5 taining aqueous quench coating composition having a 
pH of 1.95 and a specific gravity ol 1.08 (Speedcote™ 
3115 of Nippon Dacro Shamrock Co.. Ltd.). The quench 
coal bath was maintained at 50* to 60°C and base- 
coaled bolts were irnmersed in the bath tor about 3 to 5 
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seconds, removed and dried by forced hot air. Trie dry 
film topcoat film thickness was about 0.7 mil. The bolts, 
when tested in the above-described corrosion-resist- 
ance test, demonstrated desirable corrosion-resistance, 
providing protection with no red rust after over 40O 
hours of exposure. 

TTiere is disclosed a water-reducible, chromium- 
free coating composition for providing corrosion protec- 
tion to a substrate, such as a metal substrate. The 
deposited coating film is corrosion-resistant and for 
coated articles which are threaded, e.g.. steel fasteners, 
the coHting provides a non-thread^filling coating. The 
coating composition contains particulate metal, such as 
particulate zinc or aluminum. Although substituents can 
be separately packaged, the composition is virtually 
always a one-package coaling composition. The com- 
position contains water-reducible organofunctional 
sane, particularly an epaxy functional silane, as a bind- 
ing agent. The composition has highly desirable, 
extended shelf life. The composition can be easily ; 
applied in the usual manner, such as dl-drain or dip-spin 
technique, and readily cures at elevated temperature. 

Claims 



1. A chrome-free, 

tion for application to. and 
strate for providing 



(A) high-boiling organic liquid; 

(B) particulate metal; 



(D) silane binding agent contributing Irom ss 
about 3 to about 20 weight percent of the total 



said particulate metal is one or more of zinc, alumi- 
num, alloys and intermetallic mixtures of zinc or alu- 
minum, and mixtures of the foregoing. 

5. The coating composition of Claim 1 containing from 
about 1 0 weight percent to about 35 weight percent 
of particulate zinc, basis total composition weight 
and containing particulate aluminum in an amount 
from about 1 ,5 to about 35 weight percent of partic- 
ulate aluminum, basis total composition weight. 

6. The coating composition of Claim 4 containing both 
zinc and aluminum in a weight ratio of zinc to alumi- 
num uptoabout 1:1, 

7. The coaling composition of Claim 1 containing from 
about 0.05 to about 2.0 weight percent of thickener, 
basis total composition weight, and said thickener is 
selected from the group consisting of cellulosic 
thickener, xanthan gum, modified clays and associ- 
ative thickeners. 

8. The coating composition ol Claim 7 containing from 
about 0.2 to about 1.2 weight percent of thickener, 
and said thickener is cellulosic thickener selected 
from the group consisting of hydroxyethylcellulose, 
methylcellulose, methylhydroxypropylcellulose, 



and mixtures thereof. 

The coating composition of Claim 1 wherein said 
silane is a water-reducible, epoxy functional 6ilane, 
said sane is one or a mixture of beta-(3,4-epoxycy- 
clohexyl)BthyltrimBthoxysilane and gamma-glyei- 
cJoxyrjropyilrimethoxysilane and said silane is 
present in an amount from about 5 to about 12 



2. The coating composition of Claim 1 wherein said 
high-boiling organic liquid is present in an amount 
from about 1 to about 30 weight percent, basis total 
composition weight, and said high-boiling organic 
liquid has a molecular weight of 400 or less and 
boils above about 100°C. 

3. The coating composition of Claim 1 wherein said 
high-boiling organic liquid is an oxohydroxy liquid 
selected from the group consisting of tri- and telra- 
ethylene glycol, di- and tripropylene glycol, the 
monomethyl. dimethyl, and ethyl ethers of these 
glycols, liquid polypropylene glycols, diacetone 
alcohol, the low molecular weight ethers of diethyl- 
ene glycol and mixtures of the foregoing. 

4. The coating composition of Claim 1 wherein said 
particulate metal is a metal powder, a metal flake, 
or a mixture of metal powder and metal flake, said 
metal powder has partide size such that all pow- 
ders are more finely divided than 100 mesh, and 



10. The coating composition of Claim 1 wherein all of 
said ingredients (A), (B), (C) and (D) are present in 
onB package, and said package lurlher contains 



11. The coating composition of Claim 10 wherein said 
« composition contains from about 0.01 to about 3 
weight percent of wetting agent, basis total compo- 
sition weight, and said wetting agent is a nonionic 
wetting agent. 

so 12. The coating composition of Claim 1 further contain- 
ing from about 0.1 to about 10 weight percent of 
boron-containing compound, basis total composi- 
tion weight with said boron-containing compound 
being selected from the group consisting of 
ss orthoboric acid, mataborio acid, tetraboric acid and 
boron oxide, as well as mixtures thereof. 

13. The coating composition ol Claim 1 wherein said 
composition additionally contains from about 0.1 to 
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about 2.0 weighl percent of corrosion-inhibitor, 
baas total composition weight, with said corroston- 
inhibttor being selected Irom the group consisting of 
calcium nitrate, dibasic ammonium phosphate, cal- 
cium sulfonate, lithium carbonate, and their mix- s 
tures. 

14. The coating composition of Claim 1 wherein said 
water-reducible composition contains water in an 
amount from about 30 to 60 weight percent, basis io 
total composition weight. 

1 5. A pre-blended package of ingredients tor a chrome- 
free, water-reducible coating composition for appli- 
cation to. and heat curing on, a substrate tor provid- is 
ing corrosion protection thereto, said pre-blended 
package composition comprising hkjh-boillng 
organic liquid boiling above about 100°C, wetting 
agent and silane binding agent in sufficient amount 

to contribute from about 3 to about 20 weight per- go 
cent of the total weight tor said water-reducible 
coating composition. 

1 6. The package composition ol Claim 1 5 wherein said 
composition is resin-free, additionally contains 2s 
boron-containing compound, contains said boron- 
containing compound in an amount Irom about 2 to 
about 10 weight percent and 6ilane binding agent in 

■>n amount from about 15 to about 60 weight per- 
cent, both basis total package composition weight so 

1 7. The package composition of Claim 15 wherein said 
boron-contalnlng compound is selected from the 
group consisting of orthoboric acid, metaboric acid, 
tetraboric acid, boron oxide, as well as mixtures ss 
thereof, and said silane is a water-reducible, epoxy 
functional silane. 

18. The package composition ol Claim 17 wherein said 
6ilane is one or a mixture ol beta-(3,4-epoxycy- <o 
clohexyl) ethyltrimethaxysilane and gamma-glyci- 
doxypropyltrimethoxysilane and said silane is 
present in an amount to provide from about 5 to 
about 12 weight percent of said sane, basis total 
water-reducible coating composition weight 45 

1 9. The package composition ol Claim 1 5 wherein said 
composition contains from about 20 to about 30 
weight percent of nonionic wetting agent, basis total 
package weight and said package Is blended with so 
aqueous medium to prepare said coaling composi- 
tion. 

20. The package composition ol Claim 15 wherein said 
composition additionally contains from about 0.5 to ss 
about 5 weight percent of corrosion-inhibitor, basis 
total package weight, and said corrosion-inhibftor Is 
selected from the group consisting of calcium 
nitrate, dibasic ammonium phosphate, calcium sul- 



fonate, lithium carbonate, and their mixtures. 

21. The package composition of Claim 15 wherein said 
composition additionally contains from about 2 to 
about 15 weight percent of thickener, basis total 
package weight, and said thickener is selected from 
the group consisting of cellulosic thickener, xanthan 
gum. modified clays and associative thickeners. 

22. The package composition of Claim 15 wherein said 
high-boiling organic liquid has a molecular weight of 
400 or less and said composition Is blended with a 
particulate metal ol metal powder, metal flake, or a 
mixture of metal powder and metal flake to prepare 
a coating composition. 

23. The coating composition made by the blending of 
6aid particulate metal of Claim 22 with said pre- 
btended package of Claim 15. 

24. The package composition of Claim 23 wherein said 
particulate metal is one or more of zinc, aluminum, 
alloys and intermetallic mixtures of zinc or alumi- 
num, and mixtures of the foregoing. 

25. A pre-blended package of Ingredients for a chrome- 
free, water-reducible coating composition for appli- 
cation to. and heat curing on. a substrate for provid- 
ing corrosion protection thereto, said pre-blended 
package composition comprising aqueous medium, 
boron-contalnlng compound and silane binding 
agent in sufficient amount to contribute Irom about 
3 to about 20 weight percent of the total weight for 
said water-reducible coating composition. 

26. The package composition of Claim 25 wherein said 
composition is resin-free, contains said boron-con- 
taining compound In an amount from about 2 to 
about 10 weighl percent and contains said silane 
binding agent in an amount Irom about 15 to about 
80 weight percent both basis total package compo- 
sition weight. 

27. The package composition of Claim 25 wherein said 
boron-containing compound is selected from the 
group consisting of orthoboric acid, metaboric acid, 
tetraboric add, boron oxide, as well as mixtures 
thereof, and said sane Is a water-reducible, epoxy 
functional silane 

28. The package composition of Claim 27 wherein said 
silane is one or a mixture of beta-(3,4-epoxycy- 
dohexyl) ethyltrimethaxysilane and gamma-glycl- 
doxypropyltrimethoxy-silane and said silane is 
present in an amount to provide from about 5 to 
about 12 weight percent of said silane, basis total 
water-reducible coating composition weight. 

29. The package composition of Claim 25 wherein said 
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composition contains from about 10 to about 30 37. The package composition of Claim 34 wherein said 

weight percent of nonionic wetting agent, basis total particulate metal is one or more of zinc flake, alumi- 

package weight, additionally contains from about num flake, or alloys and intermetallic mixtures of 

0.5 to about 5 weight percent of corrosion-inhibitor, said zinc flake or aluminum flake. 



group consistng of 38. A coated substrate protected with a chrome-free, 

calcium nitrate, dibasic ammonium phosphate, cal- corrosion-resistant coating containing particulate 

cum sulfonate, lithium carbonate, and their mix- me tai, which coating is established on said sub- 

ures strafe by curing an applied coating composition 

„_ _ » containing high-boiling organic liquid, particulate 

30. The package composition of Claim 25 wherein said metal, thickener and silane binding agent providing 
composition additionally contains from about 2 to from about 3 to about 20 weight percent of total 
about 15 weight percent of thickener, basis total composition weight, all in aqueous medium, 
package weight and said thickener is selected from 

the group consisting of cellulose thickener, xanthan is 39. The coated substrate of Claim 38 wherein said 

gum, modified days and associative thickeners. coating is established from a one-package compo- 
sition and In an amount providing from about 500 

31 . The package composition of Claim 25 wherein said up to about 5.000 mg/ft 2 of cured coating on said 
composition is blended with a particulate metal of substrate, with sard coating containing said partlcu- 
metat powder, metal flake, or a mixture of metal zo late metal in an amount from about 400 up to about 
powder and metal flake to prepare a coating com- 4,500 mg/ft 8 of curad coating. 

„„ _ 40. The coated substrate of Claim 38 wherein applied 

32. The coating composition made by the blending of coating is heal cured on said substrate by heating 
said particulate metal of Claim 31 wfth said pre- a at a temperature within the range from about 400°F 
blended package of Claim 25. to about 650^ for a time of at least about 5 min- 



a pretreated metal substrate having a pre- 
treatment coaling of one or more of iron phosphate 



33. The package composition of Claim 32 wherein said 

particulate metal is one or more of zinc, aluminum. 41 . The coated substrate of Claim 38 wherein curing of 

alloys and .ntermetallic mixtures of zinc or alum,- so said coating on said substrate includes drying for a 

num, and mixtures of the foregoing. tim8 from about 2 to about 25 minutes at a temper- 

a atureuptoabout250»F. 

34. A pre blended package of ingredients for a chrome- 
free, water-reducible coating composition for appli- 42. The coaled substrate of Claim 38 wherein said sub- 
cation to. and heat curing on. a substrate for provkJ- as strate is a metal substrate, including a steel or zinc 
mg corrosion protection thereto, said pre-blended substrate. 

package composition comprising high-boiling 

organic liquid boiling above about 1 00»C. sane 43. The coated substrate of Claim 38 wherein said sub- 
birtdmg agent in sufficient amount to contribute 

from about 3 to about 20 weight percent of the total *o . _ „__..„_. 

weight tor said water-reducible coating composi- or zincphosphate" 
Hon, and particulate metal. 

„ _ . „ 44. The coated substrate of Claim 43 wherein said iron 

35. The package composition of Claim 34 wherein said phosphate coating is present in an amount from 
silane is one or a mixture of beta-(3.4-epoxycy- « about 50 to about 100 mg/ft 2 and said zinc phos- 
clohexyl) ethyltrimethoxysflane and gamma-glyci- phate coating Is present In an amount from about 
doxyprcpyttnmethoxysiiane and said silane is 200 to about 2,000 mg/ft 2 . 

present in an amount from about 20 to about 35 

weight percent, basis total weight of said package 45. The coated substrate of Claim 38 wherein said 
composition. 

36. The package composition of Claim 34 wherein sail 
high-boiling organic liquid has a molecular weight of aiWaboutT^rt said co't^xSta co^re 
400 or less, said high-boiling organic liquid is epoxy functional saane as said binding agent 
present in an amount from about 20 to about 35 ss 

weight percent, basis total weight of said package. 46. The coated substrate of Claim 38 wherein said 

and sard particulate metal Is one or more of metal coated substrate Is further topcoated with a sub- 

l^owder. metal flake, or a mixture of metal powder stantially resin-free topcoating composition curable 
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composition containing high-boiling organic liquid 
having a molecular weight of 400 or less and boiling 
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ing silica substance in liquid medium applied in an 
amounl sufficient to provide above about 50 mg/ft 2 
of coated substrate of silica substance in cured 

5 

47. The coated substrate of Claim 46 wherein said top- 
coating is cured by heating at a temperature within 
the range from about 150°F to about 1,000°F tor a 
time of at least about 10 minutes, said topcoating 
provides not substantially above about 2,000 mg/ft 2 io 
of said silica substance in cured coating, and said 
topcoating provides silica substance from one or 
more of colloidal silica, organic silicate and inor- 
ganic silicate. 

48. The coated substrate of Claim 38 wherein said 
coated substrate is further topcoated wtth a top- 
coating composition ot one or more of electrocoat 
primer, autodeposition coating or quench coating 
topcoat. go 

49. The method ot preparing a corrosion-resistant 
coated substrate protected with a chrome-free, par- 
ticulate-metal-corrtalning and water-reducible coat- 
ing composition, which method comprises applying 2s 
as said coating composition a particulate-metal- 
containing composition containing, in addition to 
said particulate metal, high-boiling organic liquid, 
thictener. and silane binding agent, providing from 
about 3 to about 20 weight percent ot total coating 30 
composition weight, all in aqueous medium, with 
said coating composition being applied in an 
amount sufficient to provide, upon curing, above 
about 500 but not substantially above about 5,000 
mg/ft 2 of coating on said coated substrate, and cur- as 
ing applied coating composition on said substrate 

at a temperature up to about 650"F for a time of at 
least about 5 minutes. 

50. The method ot Claim 49 wherein there is applied *o 
said water-reducible coating composition as a one- 
package composition in aqueous medium contain- 
ing water in an amount from about 30 to about 60 
weight percent, plus containing up to about 1 
weight percent of wetting agent, both basis total 4S 
composition weight. 

51. The method of Claim 49 wherein said coating is 
cured at a temperature within the range from about 
400'F to about 650°F for a time not exceeding so 
about 40 minutes. 

52. The method of Claim 49 wherein said coating Is 
preceded in curing by drying for a time from about 2 

to about 25 minutes at a temperature up to about 55 

250»F. 

53. The method ol Claim 49 wherein there is applied 
said coating composition containing high-boiling 



organic liquid having a molecular weight of 400 or 
less and boiling above about 1 00°C. with said com- 
position containing epoxy functional silane as said 
binding agent 

54. A coated metal substrate, prepared by the method 
of Claim 49. 

55. The method of Claim 49 wherein said coating com- 
position is applied to a pretreated metal substrate 
having a pretreatment coating ot one or more of 
iron phosphate or zinc phosphate. 

56. The method of Claim 55 wherein said iron phos- 
phate coating is present in an amount from about 
50 to about 100 mg/ft 2 and said zinc phosphate 
coating is present In an amount from about 200 to 
about 2.000 mg/ft 2 . 

57. The coated metal substrate prepared by the 
method of Claim 55. 

58. The method of Claim 49 wherein there is applied a 
topcoating on said coating, which topcoating Is a 
substantially resin-tree composition that is cured on 
said coating to a water-resistant protective coating, 
and said composition contains silica substance in 
liquid medium, said topcoating being in an amount 
sufficient to provide above about 50 mg/ft 2 of 
coated 6ubstrate of silica substance in cured coat- 
ing. 

59. The method of Claim 58 wherein said topcoating is 
cured by heating at a temperature within the range 
from about 150°F to about l.OOCF for a time of at 
least about 10 minutes and there is applied suffi- 
cient topcoating to provide not substantially above 
about 2.000 mg/ft 2 of said silica substance in cured 
topcoating. 

6a A coated metal substrate prepared by the method 
of Claim 58. 

61. The method of Claim 49 wherein there is applied a 
topcoating on said coating, which topcoating pro- 
vides a protective coating of one or more of electro- 
coat primer, autodeposition coating or quench 
coating topcoat. 

62. A coated metal substrate prepared by the method 
of Claim 61. 

63. The method of preparing a chrome-free water- 
reducible coating composition for application to, 
and heat curing on, a substrate for providing corro- 
sion-resistance thereto, which method comprises 
blending together a precursor mixture of high-boil- 
ing organic liquid, wetting agent and particulate 
metal, then admixing with the resulting precursor 
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mixture 6ilane binding agent 

64. The method of Claim 63 wherein there is blended 
together a precursor mixture of organic liquid hav- 
ing a molecular weight of 400 or less and boiling s 
above about 100°C, with particulate metal of one or 
more of powdered metal or flaked metal, and noni- 
onic wetting agent. 

65. The method of Claim 64 wherein there is blended w 
together from about 25 to about 40 weight parts of 
said organic liquid, from about 4 to about 8 weight 
parts of said wetting agent, with a balance of said 
particulate metal basis 100 weight parts of said pre- 
cursor mixture, and said precursor mixture is is 
blended together by grinding. 

66. The method of Claim 63 wherein there is added to 
said coating composition aqueous medium in an 
amount providing from about 50 weight percent to so 
about 90 weight percent of aqueous medium in the 
resulting aqueous composition. 

67. The method of Claim 63 wherein said wetting agent 
is blended with said organic liquid, then said parte- 2S 
ulate metal is admixed thereto to form said precur- 
sor mixture and there is admixed thereto sufficient 
silane binding agent to provide from about 3 to 
about 20 weight percent of said binding agent, 
basfe total coating composition weigrit so 

68. The coating composition made by the method of 
Claim 67 prepared as a one-package coating com- 
position. 

35 

69. The method of Claim 63 wherein there is admixed, 
with said precursor mixture, thickening agent in an 
amount sufficient to provide from about 0.05 to 
about 2.0 weight percent of 6aid thickening agent, 
basis total coating composition weight <o 

70. The coating composition made by the method of 
Claim 69. 

71. The method of preparing a chrome-free, water- « 
reducible coating composition tor application to. 
and heat curing on, a substrate for providing corro- 
sion-resistance thereto, which method comprises 
first preparing a premixture by blending together a 
mixture comprising high-boiling organic Dquid. wet- so 
ling agent and silane binding agent, then admixing 
particulate metal with the resulting premixture. 

72. The method of Claim 71 wherein there is blended 
together from about 20 to about 30 weight parts of 55 
said wetting agerrt, from about 40 to about 60 
weight parts of said silane binding agerrt, from 
about 20 to about 30 weight parts of organic liquid 
having a molecular weigrit of 400 or less and boiling 



above about 100°C„ and 100 weight parts of this 
composition is next mixed with from about 30 to 
about 60 weight parts of aqueous medium. 

73. The method of Claim 71 wherein there is blended 
together a pre-blended premix further containing 
boron-containing compound in an amount from 
about 3 to about 6 weight parte of said boron-con- 
taining compound, basis weight of said premix. 

74. The method of Claim 71 wherein said composition 
Is aged for a time of from about 1 hour to about 7 
days before admixing with said particulate metal. 

75. The method of Claim 71 wherein there is blended 
together sufficient silane binding agent to provide 
about 3 to about 20 weigrit percent of said binding 
agent basis total weight of said water-reducible 
coating composition. 

76. The coating composition made by the method of 
Claim 75 prepared as a one-package coating com- 
position. 

77. The method of Claim 71 wherein there is admixed, 
with said premixture, thickening agent, in an 
amount sufficient to provide from about 0.05 to 
about 2.0 weight percent of said thickening agent, 
basis total coating composition weight. 

78. The coating composition made by the method of 
Claim 77. 

79. The method of preparing a chromB-free WBter- 
reducible coating composition tor application to. 
and heat curing on, a subslrate tor providing corro- 
sion-resistance thereto, which method comprises 
blending together a precursor blend of high-boiling 
organic liquid, particulate metal, and silane binding 
agent. 

80. The method of Claim 79 wherein there is blended 
together a precursor blend of organic liquid having 
a molecular weight of 400 or less and boiling above 
about 100°C. with particulate metal of one or more 
of powdered metal or flaked metal. 

81. The method of Claim 79 wherein there is blended 
together particulate metal of one or more of zinc 
flake or aluminum flake. 

82. The method of Claim 79 wherein there is blended 
together from about 20 to about 35 weight percent 
of said organic liquid, from about 20 to about 35 
weight percent of said silane binding agent with a 
balance of from about 30 to about 50 weigrit per- 
cent of said particulate metal, all basis 100 weight 
percent of said precursor blend. 
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83. The precursor blend made by the method of Claim 
79 

84. The method of preparing a chrome-free, particulate 
metal-containing coating composition for appOca- 5 
tion to, and heat curing on. a sub6trate tor providing 
corrosion-resistance thereto, which method com- 
prises: 

(a) preparing a chrome-free premixture con- w 
taining silane binding agent; 

(b) aging said premixture for a time of from 
about 1 hour to about 7 days; and 

(c) admixing particulate metal with the resulting 
aged premixture. is 

85. The method of Claim 84 wherein said chrome-free 
premixture is prepared in aqueous medium and 
includes wetting agent 

20 

86. The mBthod of Claim 84 wherein said premixture is 
aged for a time of from about 2 days to about 5 
days. 

87. The method of Claim 85 wherein said chrome-free 2s 
premixture is prepared to comprise a blend contain- 
ing from about 20 to about 30 weight parts of said 
wetting agent with from about 40 to about 60 
weight parts of said silane binding agent, and 100 
weight parts of said Wend is mixed with from about ao 
30 to about 60 weight parts of aqueous medium. 

88. The method of Claim 85 wherein there is admixed 
with said aged premixture sufficient particulate 
metal to provide from about 1 .5 to about 35 weight 35 
percent of said metal in the coating composition. 
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